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(54) BOBBIN FOR LOUDSPEAKER AND ITS MANUFACTURE 

(57)Abstract: 

PURPOSE: To obtain a light bobbin having high rigidity 
and heat resistance by forming the bobbin from only 
aluminum oxide. 

CONSTITUTION: A voice coil bobbin of a plate 
loudspeaker for a high-pitched sound is formed with only 
aluminum oxide. As for this manufacturing method, for 
instance, an aluminum oxide sol of 5% cone, and a 
solution of polyvinyl alcohol of 5% cone, are mixed to 
obtain a weight ratio of the aluminum oxide and the 
polyvinyl alcohol to be 1 :3, are charged into a mold and 
are dried. Subsequently, an obtained cylindrical one is 
cut to prescribed length, and is burned for two hours at 
1,200°C in the air. This bobbin has smaller density than 
that of aluminum, but has larger Young's modulus to 
make it lighter than the aluminum bobbin and to increase its heat resistance. 
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